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[57] ABSTRACT 

A metallic outer sleeve 10 is provided which is capable 
of enveloping a hollow metallic inner member 12 hav- 
ing continuous reinforcing fibers 14 attached to the 
distal end thereof. Inner member 12 is then introduced 
into outer sleeve 10 until inner member 12 is completely 
enveloped by outer sleeve 10. A liquid matrix member 
20 is then injected into space 22 between inner member 
12 and outer sleeve 10. A pressurized heat transfer me- 
dium 23 is flowed through the inside of inner member 
12, thereby forming a fiber reinforced matrix composite 
material 26. The wall thicknesses of both inner member 
12 and outer sleeve 10 are then reduced to the appropri- 
ate size by chemical etching, to adjust the thermal ex- 
pansion coefficient of the metal-clad composite struc- 
ture 28 to the desired value. 

3 Claims, 3 Drawing Sheets 
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SEAMLESS METAL-CLAD FIBER-REINFORCED 
ORGANIC MATRIX COMPOSITE STRUCTURES, 

AND PROCESS FOR THEIR MANUFACTURE 
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ORIGIN OF THE INVENTION 

The invention described herein was made in the per- 
formance of work under a NASA Contract and is sub- 
ject to the provisions of Section 305 of the National 1Q 
Aeronautics and Space Act of 1958, Public Law 85-568 
(72 Stat 435, 42 U.S.C. 2457). 

BACKGROUND OF THE INVENTION 

This invention relates to composite material articles 15 
and processes for their manufacture, and more particu- 
larly to seamless metal-clad filament-reinforced resin 
matrix composite tubular structures and processes for 
their manufacture. 

Composite materials have great potential for solving 20 
challenging and often critical problems in the design of 
spacecraft and space structures. Mission objectives 
often impose severe requirements for dimensional stabil- 
ity over a wide range of temperatures, minimum 
weight, low cost, high stiffness and strength, thermal 25 
and electric conductivity and, more recently, the capa- 
bility to withstand laser and nuclear threats. Probably 
the greatest constraint upon long orbital life for space- 
craft is the susceptibility to attack by atomic oxygen in 
low earth orbit. 30 

Composite materials offer specific strength, specific 
rigidity and thermal expansion characteristics that are 
superior to metallic materials; however, possessing 
strength and other properties in one primary direction, 
they lack transverse properties including torsion. Fur- 35 
thermore, conventional graphite-epoxy orientation mix 
constructions suffer from deleterious hygroscopic ef- 
fects, such as moisture absorption and desorption, 
which effect dimensional change. A related serious ^ 
problem is outgassing of condensable organic constitu- 
ents, which will condense and deposit on critical sur- 
faces in a space environment. In addition, a process 
must be provided for shielding ultraviolet radiation to 
protect the organic matrix from deleterious exposure, ^ 
and for providing electrical conductivity to preclude 
static charging in space. 

Metal-clad composites make a significant advance- 
ment over those composite systems being used for both 
spacecraft and aircraft; however, the material consoli- 50 
dation and tooling advances necessary to realize the 
potential of such metal-clad composites have not hith- 
erto been achieved. Prior methods have involved tape- 
wrapping a metal foil, or spraying or depositing a thin 
metallic film on the fiber reinforced composite structure 55 
surfaces. Such methods suffer from lack of adhesion 
between the metal surface and the composite, porosity 
of surface, and high cost; and these methods have re- 
sulted in a product which is difficult to join to other 
structures and is non-tunable to precise thermal dimen- 60 
sional stability after manufacturing. 

Accordingly, it is an object of this invention to pro- 
vide an efficient method of producing seamless metal- 
clad composite structures. 

A further object of this invention is to improve cir- 65 
cumferential heat transfer in seamless metal-clad com- 
posite structures to reduce thermal stress to acceptable 
levels for the space environment, and to reduce thermal 
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distortion of the structures due to circumferential tem- 
perature gradients. 

A further object of this invention is to shield the 
organic matrix of a metal-clad composite structure from 
deleterious exposure due to ultra-violet radiation and to 
provide electrical conductivity to preclude static charg- 
ing. 

A further object of this invention is to provide a 
method of sealing and isolating the organic matrix of a 
metal-clad composite structure to preclude vaporiza- 
tion of condensable solids which will coat optical sensor 
and optical reflective surfaces. 

A further object of this invention is to provide a 
method of toughening composite laminates of a metal- 
clad composite structure against mechanical impact 
damage. 

A further object of this invention is to provide a 
method of hardening exposed surfaces of a metal-clad 
composite structure against directional radiant heating, 
such as laser, by providing transverse circumferential 
heat transport. 

A further object of this invention is to provide a 
highly conductive surface of a metal-clad composite 
structure to dissipate or inhibit electron emission 
through a boundary. 

A further object of this invention is to provide pro- 
tection to the organic matrix of a metal-clad composite 
structure against deleterious attack by atomic oxygen. 

Other objects and advantages of this invention will 
become apparent hereinafter in the specification and 
drawings which follow. 

SUMMARY OF THE INVENTION 

According to the present invention, the foregoing 
and additional objects are attained by providing a me- 
tallic outer sleeve which is capable of enveloping a 
hollow metallic inner member having continuous rein- 
forcing fibers attached to the distal end thereof. These 
fibers may be collimated or pre-wrapped at any of vari- 
ous angles to attain the desired physical properties. This 
inner member is then introduced into the outer sleeve, 
distal end first, until the inner member is completely 
enveloped by the outer sleeve. An organic matrix mate- 
rial, such as epoxy resin, or a non-organic material, such 
as liquid glass, is then injected into the space containing 
the fibers between the inner member and the outer 
sleeve. A pressurized heat transfer medium is flowed 
through the inside of the inner member to cure the 
matrix and to structurally support the inner member to 
prevent buckling due to matrix injection pressure. Fi- 
nally, both wall thicknesses are reduced to the appropri- 
ate size by chemical etching, to adjust the thermal ex- 
pansion coefficient of the metal-clad composite to the 
desired value. Very beneficial results have been ob- 
tained by using aluminum tubes to encase a graphite- 
epoxy resin composite. 

BRIEF DESCRIPTION OF THE DRAWINGS 

FIG. 1 is a pictorial view showing the insertion of an 
inner member with attached pre-aligned collimated 
reinforcing fibers into a surrounding outer sleeve in a 
process according to the present invention; 

FIG. 2 is a pictorial view of an inner member show- 
ing the continuous reinforcing fibers aligned in a helical 
configuration; 

FIG. 3 is a cross-section along line A — A of FIG. 1 
showing the injection of liquid matrix material into the 
space between the two members; 
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FIG. 4 is a pictorial view of the composite structure 
produced by the process of FIGS. 1, 2 and 3, showing 
a curing technique for the liquid matrix material; 

FIG. 5 is an exposed side view showing an etching 
method for reducing the wall thicknesses of the outer 5 
sleeve and inner member; and 

FIG. 6 is a pictorial view of a representative com- 
pleted metal-clad composite structure according to the 
present invention. 

DETAILED DESCRIPTION OF THE 10 

INVENTION 

As illustrated in FIG. 1 the present invention compre- 
hends using a seamless metallic outer sleeve 10, shown 
here in its preferred tubular embodiment, with inside 15 
dimensions larger than the outside dimensions of a 
seamless metallic inner member 12. Continuous rein- 
forcing fibers 14, pre-aligned by means such as fiber 
creel 16 and convergence plate 18, are attached at the 
distal end of the inner member 12 which is then intro- 20 
duced into one end of the outer sleeve 10 and moved, 
distal end first, into the outer sleeve 10 outer sleeve 10. 
Beneficial results have been obtained using an alumi- 
num or magnesium clad graphite fiber composite. As 
shown in FIG. 2, continuous reinforcing fibers 14 may 25 
be aligned on inner member 12 in other than a colli- 
mated configuration, such as the helical arrangement 
depicted. 

Referring now to FIG. 3, the distal end of the inner 
space 22 containing the fibers 14 is then sealed and 30 
evacuated. Liquid matrix material 20, such as epoxy 
resin or liquid glass, is injected into the space 22 be- 
tween the inner member 12 and the outer sleeve 10. 

The liquid matrix material 20 is then cured, as illus- 
trated in FIG. 4, by flowing a pressurized heat transfer 35 
medium 24, such as hot water or steam in the case of an 
epoxy matrix, or cold water if liquid glass is being in- 
jected, through the inner member 12, forming thereby a 
fiber reinforced matrix composite material 26. 

As shown in FIG. 5, the metal-clad composite struc- 40 
ture, denoted generally by 28, is then immersed in a 
chemical etching chamber 30, wherein the wall thick- 
nesses of both the inner member 12 and the outer sleeve 
10 are reduced by processing with a suitable chemical 
reagent 32, such as sodium hydroxide, to the appropri- 45 
ate dimension to adjust the thermal expansion coeffici- 
ent thereof to the desired value. 
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The completed seamless metal-clad fiber reinforced 
organic matrix composite structure 28 is shown in FIG. 
6 in its preferred embodiment. 

It should become obvious to those skilled in the art 
that this invention is not limited to the preferred em- 
bodiments shown and described. In addition to encom- 
passing structures of varying shapes, it is understood 
that structures of diverse make up are contemplated by 
the present invention. Very advantageous results have 
been achieved using an aluminum clad graphite epoxy 
tube. However, structures of rectangular cross-section 
and “z-shaped” structures constructed of magnesium 
and epoxy have also proven very beneficial. 

What is claimed is: 

1. A seamless metal-clad composite structure having 
a controlled coefficient of thermal expansion for con- 
struction of space truss elements comprising: 

a hollow metallic inner member, 
a metallic outer sleeve surrounding the inner member 
so that an inner space is defined therebetween, 
said inner member and outer sleeve having a positive 
coefficient of thermal expansion, 
a plurality of continuous reinforcing fibers in a cured 
matrix material completely filling said inner space, 
said continuous reinforcing fibers having a negative 
coefficient of thermal expansion, 
whereby the coefficient of thermal expansion of the 
composite structure may be tuned to a desired 
value by adjusting the thickness of the inner mem- 
ber and the outer sleeve. 

2. An article as in claim 1 wherein said metal-clad 
composite structure comprises: 

a hollow aluminum inner tube, 
an aluminum outer sleeve disposed concentrically 
around said inner tube so that an annular inner 
space is defined therebetween, and 
a plurality of continuous graphite reinforcing fibers in 
a cured epoxy matrix completely filling said inner 
space, 

whereby the coefficient of thermal expansion of the 
composite structure may be tuned to a desired 
value by adjusting the thicknesses of the inner tube 
and the outer sleeve. 

3. An article as in claim 1 wherein said inner space is 
filled with continuous graphite reinforcing fibers in a 
hardened glass mixture. 

* * * * * 
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